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PROCESSES                             MOUNTING PLATE

Gauging                Gauge the sheet, copper 18- or 20-gauge.

Cut the copper the desired size.
Polishing               Polish the copper with a steel wire buffing

wheel.

Coloring                Color the copper with potassium sulphide so-

p. 72                     lution.

Remove excess color with whiting if desired.
Polishing               Polish with a steel wire buffing wheel.

Finishing               Wax the surface with floor wax and polish with

a chamois or wool cloth.

MOUNTING THE DESIGN

Drilling                Lay all parts on the copper plate and balance,

p. 35                    Locate points to connect the design to the plate.

Mark and center punch these points.

Drill holes at punch marks with a #70 drill.
Carving                Carve lines 16 in the mounting plate.

Mounting             Loop the 30-gauge tinned wire over parts of

the sampler.

Insert the ends of the wire through the holes

in the copper background.

Twist these wires together to hold the design

firmly and cut off loose ends.

Work may be begun on any one of the first three sections
of this sampler. The order of processes may vary but each sec-
tion should be carried through before taking up another in order
to make each experience contribute to a sense of accomplish-
ment. If all parts are constructed, finished, and mounted in an
orderly, well-planned fashion, this experience will give a begin-
ner the sense of workmanship so essential in handwork pf this